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(57) A method for growing a silicon crystal by a Czo- 
chralsky method, wherein, let a pulling speed be V (mm/ 
min) and an average value of an in-crystal temperature 
gradient in a pulling axis direction within a temperature 
range, a silicon melting point to 1 350 °C, be G (°C/mm), 
V/G ranges from 0.16 to 0.18 mm 2 /°C min between a 
crystal center position and a crystal outer periphery po- 
sition, and a ratio G outer/G center of an average value 
G of an in-crystal temperature gradient in a pulling axis 
direction within a temperature range, a silicon melting 
point to 1350 °C, at a crystal outer surface to that at a 
crystal center is set to up to 1.10 to thereby obtain a 
high-quality perfect crystal silicon wafer. Such a perfect 
crystal silicon wafer, wherein an oxygen concentration 
is controlled to up to 1 3 x 1 0 17 atoms/cm 3 , an initial heat 
treatment temperature is at least up to 500 °C and a 
temperature is raised at up to 1 °C/min at least within 
700 to 900 °C, thereby making uniform a wafer radial 



distribution to an arbitrary oxygen precipitation density 
level. 
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Description 

TECHNICAL FIELD 

5 [0001 ] The present invention relates to a method for producing a silicon single crystal by a Czochralski method and 
more particularly to a production method for silicon single crystals to obtain high guality silicon wafers free from qrown- 
in defects. 

[0002] The present invention also relates to a heat treating method for silicon single crystal wafers, and more par- 
ticularly to a heat treating method for silicon single crystal wafers concerning perfect crystals fabricated by a Czochralski 
'0 method.' 

[0003] The present invention also relates to a Czochralski method-based production device for silicon single crystals. 
BACKGROUND ART 
75 [CZ method-based single crystal ingot production devicej 

[0004] A method for pulling a single crystal by a Czochralski method (CZ method) is a known technology and a CZ 
method-based single crystal ingot production device is widely used. To obtain a single crystal by a CZ method, a single 
crystal is pulled out or a melt. Some single crystal ingot production devices, which can pull a single crystal faster by 
increasing the temperature gradient of a single crystal near the solidliquid interface, have been proposed (Japanese 
Patent Application Laid-Open No. 63-256593, Japanese Patent Application Laid-Open No. 8-239291 , and Patent No 
2562245), and have been commercialized. 

[0005] Fig. 1 7 is a longitudinal section depicting an example of a conventional single crystal ingot production device 
As Fig. 1 7 shows, the conventional production device 1 0 comprises a heat shielding element 12 for shielding radiating 
heat from the liquid level of the melt 15 and the heater 1 6 surrounding the single crystal ingot 11 . and a cooler 13 for 
cooling the single crystal ingot duringpulling (hereafter single crystal pulling ingot).Thecooler13is disposed to increase 
the temperature gradient of the single crystal pulling ingot 1 1 in the axis direction, and is now used for many CZ method- 
based single crystal ingot production devices to improve the production efficiency of a single crystal ingot by increasina 
the pulling speed of the ingot 1 1 . 

[0006] In such a single crystal ingot production device, a so called "hot zone" in the furnace must be disassembled 
and cleaned before starling the next production step when all the production steps of the ingot complete and the ingot 
is taken out of the furnace. For an operator to start the disassembly operation, the hot zone must be sufficiently cooled 
and for this cooling it normally takes about six hours for a conventional device, which increases the time per production 
cycle of a single crystal ingot, and drops production efficiency. 

[Oxide precipitate] 

[0007] In the silicon single crystal produced by a Czochralski method (CZ method), oxygen freed from the crucible 
is dissolved during crystal growth. The dissolved oxygen in the crystal supersaturates as the crystal cools down and 
precipitates during the heat treatment step of the device process, generating oxide precipitates in the silicon wafer 
These ox.de precipitates negatively affect the leak characteristics near the surface layer, but oxide precipitates which 
exist in the bulk function as a gettering site, which captures heavy metal, Fe and Cu, etc., which has a negative influence 
on the device yield. Therefore in a silicon wafer product, it is preferable that oxide precipitates exist moderately in the 
bulk without existing in the surface layer portion, and functioning as a gettering site of heavy metal 
[0008] For this reason, oxide precipitates in the surface layer portion are eliminated by performing hydrogen anneal- 
ing processing on silicon wafers (Japanese Patent Application Laid-Open No. 61 - 1 93456). However this method alone 
is insufficient for a quality silicon wafer, and the density of oxide precipitates in the bulk and the uniformity of radial 
distribution are demanded, which is one of the important characteristics of a silicon wafer. 

so [Perfect crystal] 

[0009] Crystal defects generated during the growth of a CZ silicon single crystal obtained by a Czochralski method 
(CZ method) negatively affect the reliability of the gate oxide film of an MOS device and on PN junction leak charac- 
teristics. Therefore, it is necessary to decrease such crystal defects as much as possible, and conventionally a method 
of annealing crystals during crystal growth as much as possible has been used (e.g. Japanese Patent Application Laid- 
Open Nos. 10-1 52395, 8-12493. 8-337490). With this method, however, the decrease in defects is limited and defects 
become huge. 

[0010] For another approach to decreasing crystal defects, Horai et al proposed a method of eliminating defects by 
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adjusting the relationship between the growth speed of crystals and the temperature gradient in the pulling axis direction 
to be a ratio in a special range, and reported that perfect crystals (defect free crystals) were obtained, which contain 
no grown-in defects, by this method (1993, 54 th Applied Physics Society Academic Lectures (Sept. 27-30. 1993) ; 54 th 
Applied Physics Society Academic Lectures, Preliminary Reports, No. 1 , p. 303, 29a - HA -7; Japanese Patent Appli- 
cation Laid-Open No. 8-330316; Japan Crystal Growth Society Journal, Vol. 25, No. 5 (1998), p. 207). 
[0011] With this method proposed by Horai et al, however, manufacturing to obtain defect free single crystals is 
extremely difficult depending on the growth conditions. In other words, when producing perfect crystals (defect free 
crystals) by a method proposed by Horai et al, the relationship between the growth speed of crystals and the temper- 
ature gradient in the pulling axis direction must be controlled to be a ratio in an extremely narrow range, which drops 
the production efficiency. Also, when an ingot of a silicon single crystal is produced setting the conditions to the range 
proposed by Horai et al, the portion of a perfect crystal (defect free crystal) is relatively small, and in terms of a stable 
supply of silicon wafers without grown-in defects in the industrial process, this method has the problem of uncertainty. 

[Non-uniformity of oxide precipitation in perfect crystal] 

[0012] Generally speaking, a perfect crystal is a crystal where such crystal defects as voids and dislocation clusters 
do not exist, and a perfect crystal is also called a "defect free crystal". In such a perfect crystal, neither grown-in defects 
such as voids nor the above mentioned oxide precipitates exist, but oxide precipitate nuclei do exist, so if a perfect 
crystal silicon wafer sliced from a perfect crystal ingot is heal treated, oxide precipitates are introduced into the wafer. 
[0013] The reason why oxide precipitates are introduced into a perfect crystal wafer by heat treatment is probably 
because oxide precipitates are generated in the wafer by the growth of oxide precipitate nuclei along with the heat 
treatment of the wafer, and in a perfect crystal, the wafer radial distribution of oxide precipitation may be very non- 
uniform in some cases. 

[0014] In other words, two zones, that is, a "vacancy dominant zone" where precipitation easily occurs, and an "in- 
terstitial silicon dominant zone" where precipitation rarefy occurs, exist in a perfect crystal, and if these zones coexist 
in the wafer plane, the distribution of the oxide precipitation becomes non-uniform. Since the non-uniform distribution 
of oxide precipitation brings out a negative effect on the yield of the device, it is necessary to solve non-uniformality 
and to create a uniform status here by using some means. 

[001 5] However, it is almost impossible to adjust the growth conditions of a perfect crystal to solve such non-uniformity 
because the growth conditions of a perfect crystal are in an extremely narrow range, and manufacturing a perfect 
crystal where oxide precipitation distribution is uniform is very difficult. 

[Prior art related to factors of non-uniformity of oxide precipitation] 

[0016] The above mentioned non-uniform distribution of oxide precipitation is probably because the density distri- 
bution of point defects, which strongly relates to the generation of oxide precipitate nuclei, is non-uniform. A typical 
known phenomena of difference in precipitation behavior due to point defect distribution is that vacancy is dominant 
and oxide precipitation tends to occur in a zone inside the OSF ring, and interstitial silicon is dominant and oxide 
precipitation rarely occurs in a zone outside the OSF ring. 
40 [0017] Kissinger et al reported that the oxide precipitate density becomes uniform in the wafer plane by increasing 
the temperature of a silicon wafer where the OSF ring exists in the wafer surface (therefore the vacancy dominant 
zone and interstitial silicon dominant zone coexist) from 500°C to 1000°C at a 1°C/min. temperature rise speed, and 
then performing one hour of heat treatment at 1000°C (Electrochemical Society Proceedings, Vol. 98-13, p. 158). 
[0018] This paper, however, does not report on a perfect crystal, and in this case, void defects, due to the coagulation 
45 of voids : exist inside the OSF ring, and dislocation clusters, due to the coagulation of interstitial silicon, exist outside 
the OSF ring, so the method disclosed in this report cannot be directly applied to a perfect crystal. In other words, the 
report by Kissinger et al is a method which can be applied to a wafer where the vacancy dominant zone and the 
interstitial silicon dominant zone are clearly separated by the OSF ring, but cannot be directly applied to a perfect 
crystal where the vacancy dominant zone and the interstitial silicon dominant zone coexist in the wafer plane. 
50 [0019] For example, if the heat treatment reported by Kissinger et al is performed on a perfect crystal, and if the 
oxide density is relatively high, oxide precipitation distribution becomes uniform but precipitates are generated even 
in the device activation layer zone in the surface layer. If the oxygen density is low, on the other hand, the oxide 
precipitation distribution in the plane cannot be uniform. And if oxide precipitates are generated even in the device 
activation layer zone in the surface layer by setting the oxygen density high, this will negatively affect the device yield, 
55 and industrial implementation is very difficult. In the case of low oxygen density where the DZ layer (non-oxide precip- 
itation layer on the surface layer) can exist, on the other hand, oxide precipitation distribution cannot be uniform, so it 
is difficult to apply the heat treatment method reported by Kissinger et al for industrial implementation. 
[0020] In the Japanese Patent Application Laid-Open No. 8-253392, a method for controlling density at the center 
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of a generating oxide precipitate nuclei in the single crystal silicon is proposed, where a single crystal silicon is annealed 
at a minimum temperature of about 350°C, the single crystal silicon is heated (or cooled) to a first temperature 1 , which 
is about 350°C - 500°C, during this annealing step, then this temperature is increased from T1 to a second temperature 
T2, which is about 500 o C-750°C, with an average speed of the temperature increase from T1 to T2, at less than 25°C 
per minute, and the annealing is ended when the generation center of the oxide precipitate nuclei can be dissolved at 
a temperature of less than about 11 50°C. According to this method, precipitates with a uniform density can be introduced 
using samples having different oxygen densities. 

[0021] This method, however is to make the oxide precipitate density to within about a 1 digit range (uniforming) by 
the heat treatment of samples with different oxygen densities, and not for solving the non-uniformity of precipitation 
due to the difference of point defect distribution generated in the crystal growth stage. Therefore, with this method it 
is difficult to achieve a uniformity of oxide precipitation behavior in the diameter direction of crystals or in the plane of 
the wafer, and it is not possible to stably manufacture wafers having a DZ layer with uniform oxide precipitates. Another 
problem of this method is that the complicated thermal process takes time and labor, which considerably aggravates 
the productivity of products. 

DISCLOSURE OF THE INVENTION 

[0022] It is a first object of the present invention to determine further suitable growth conditions to obtain defect free 
single crystals so that high quality silicon wafers, free from grown-in defects, can be stably supplied. 
[0023] It is a second object of the present invention to provide a heat treating method for uniforming oxide precipitates 
in a silicon wafer in a simple process for silicon prefect crystals. 

[0024] It is a third object of the present invention to provide a production device and a method for single crystal ingots 
to produce silicon perfect crystals wherein the time required for the production process can be decreased and the 
production efficiency of silicon perfect crystals can be improved. 

[Production conditions for perfect crystals] 



[0025] To achieve the first object, the present inventors closely studied practical growth conditions and as a result 
suitable growth conditions to obtain defect free single crystals were discovered and the present invention was com- 
30 pleted. 

[0026] The present invention is to obtain high quality silicon wafers free from grown-in defects, and is a method for 
growing a silicon single crystal by a Czochralski method, characterized in that when the pulling speed is V (mm/min ) 
and the average value of an in-crystal temperature gradient in a pulling axis direction within a temperature range from 
a silicon melting point to 1350°C is G (°C/mm), V/G between a crystal center position and a crystal outer periphery 
35 position is 0.1 6 - 0.18 mm2/<>C min., and the ratio G outer/G center of an average value G of an in-crystal temperature 
gradient in a pulling axis direction at a crystal outer surface and the crystal center within a temperature range from a 
silicon melting point to 1350°C is 1.10 or less. By this, a silicon single crystal ingot free from grown-in defects including 
voids and d.slocat.on clusters, can be obtained, and high quality silicon wafers free from grown-in defects can be 
obtained by processing the silicon single crystal ingot using a normal method. 
40 [0027] This invention is essentially to prevent the generation of grown-in defects by adjusting the growth speed of a 
silicon single crystal ingot when a silicon single crystal is grown by a Czochralski method. For this changing each 
parameter (V, G, V/G, G outer/G center) can be implemented by changing the distance between the heat shielding 
element equipped in the Czochralski method-based silicon single crystal production device and the silicon melt 
[0028] More specifically, the present invention is to provide the following silicon single crystal ingot production method 
and device : and the silicon single crystal wafers to be obtained from the silicon single crystal ingot produced thereby 
[0029] (A1 ) A method for producing a silicon single crystal ingot under the following conditions (a) and (b) "(a) V/G 
value from a crystal center position to a crystal outer periphery position = 0.16 - 0.18mm2/°C min " and (b) G outer/ 
G center <1 .10". 

[0030] Here.. "V (mm/min.)" is the pulling speed in the Czochralski method, "G (°C/mm)" is the average value of an 
in-crystal temperature gradient in a pulling axis direction within a temperature range from a silicon melting point (approx 
1412°C) to 1350°C, "G outer" is the G value on an outer surface of the crystal, and "G center" is the G value at the 
crystal center. There is no established theory about the silicon melting point, where some sources state that it is 1 420°C 
However, the specific degree of the silicon melting point poses no problems in the present invention and "the temper- 
ature range from a silicon melting point to 1 350°C" is in the scope of the present invention, regardless what the accepted 
55 silicon melting point is. 

[0031 ] ( A2) The above mentioned method for producing a silicon single crystal ingot characterized in that the above 
conditions (a) and (b) are adjusted by changing the distance between a heat shielding element equipped in the Czo- 
chralski method-based silicon single crystal production device and the silicon melt. 
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[0032] (A3) The above mentioned method for producing a silicon single crystal ingot charactered in that the above 
conditions (a) and (b) are adjusted by changing the pulling speed of the silicon single crystal ingot when the silicon 
single crystal ingot is produced by a Czochralski method. 

[0033] (A4) A silicon single crystal wafer with decreased grown-in defects, which is obtained from the above men- 
tioned silicon single crystal ingot. 

[0034] (A5) A silicon perfect single crystal wafer free from grown-in defects; which is obtained from the above men- 
tioned silicon single crystal ingot. 

[0035] (A6) A method for producing a silicon single crystal ingot, characterized in that the silicon single crystal ingot 
is produced while adjusting the distance between a heat shielding element equipped in a Czochralski method-based 
silicon single crystal production device and silicon melt. According to this method, at least the amount of radiating heat 
and the volume of inactive gas to the silicon single crystal ingot are adjusted, so at least the in-crystal temperature 
gradient of the silicon single crystal ingot is adjusted. 

[0036] (A7) A silicon single crystal ingot production device which is a Czochralski method-based silicon single crystal 
production device, comprising a crucible element which stores silicon melt, rotates and is vertically driven, a pulling 
element for pulling the silicon single crystal ingot while rotating from the silicon melt, a heating element for heating the 
crucible, and a heat shielding element for shielding radiating heat from the heating element in a closed container, 
characterized in that a drive mechanism for moving the heat shielding element is equipped for changing the in-crystal 
temperature gradient in the pulling axis direction of the silicon single crystal ingot. 

[0037] In the method of (A6) and the device of (A7) ; the adjustment of the amount of radiating heat and volume of 
inactive gas to the silicon single crystal ingot does not depend on the temperature range, so the in-crystal temperature 
gradient adjusted by the method of (A6) and the device of (A7) is not limited to the temperature range from a melting 
point of silicon to 1 350°C, and it does not matter whether the in-crystal temperature gradient is a value at the crystal 
center or on an outer surface of the crystal. 

[0038] (A8) A method for obtaining an effect equivalent to changing the pulling speed of the silicon single crystal 
ingot by a Czochralski method by adjusting the distance between a heat shielding element equipped in a Czochralski 
method-based silicon single crystal production device and the silicon melt. 

[0039] Adjusting the distance between the heat shielding element and silicon melt and changing the pulling speed 
of the silicon single crystal ingot can exhibit similar effects, but do not counter each other, so it is possible to change 
the pulling speed at the same time as adjusting the distance. 

[Basic principle and phenomena to be a base of the present invention] 

[0040] Fig. 1 is a conceptual diagram depicting a distribution pattern of defects to be generated in a silicon single 
crystal ingot which is obtained when the growth speed of the silicon single crystal in a CZ method is constant (in this 
distribution, "grown-in defects" means defects in a crystal which are normally generated during the growth of a silicon 
single crystal in a general CZ method, such as an OSF ring, a void defect and a dislocation cluster). 
[0041] As Fig. 1 shows, when the growth speed of a silicon single crystal is constant, a dislocation cluster is generated 
at the initial stage of pulling a silicon single crystal ingot, then an OSF ring and void defect are generated. In this case, 
a defect free zone, where conditions are accidentally satisfied, is generated between a dislocation cluster and OSF 
ring. Therefore, theoretically, a defect free zone can be expanded if optimum conditions to create a defect free zone 
are determined, and the silicon single crystal ingot is pulled under these conditions. 

[Comparison of present invention and prior art] 

[0042] As the "optimum conditions for generating a defect free zone", Horai et al (Japanese Patent Application Laid- 
Open No. 8-330316) state that "in a temperature range from a silicon melting point to 1300°C, the V/G value = 0.20 - 
0.22 mm 2 /°C min. in an area inside the 30cm position from an outer periphery position of the crystal bulk, and the V/ 
G value = 0.20 - 0.22 mm 2 /°C min. or more in an area outside thereof (V/G value is gradually increased towards the 
outer periphery of the crystal bulk)." 

[0043] In the present invention, on the other hand, the conditions stated in (1 ) of the above "means for solving the 
problem" are presented, and the relationship between the invention by Horai et al (prior art) and the present invention 
will be described below. 

[0044] Fig. 2 is a diagram depicting the relationship between the distance from the liquid level of the silicon melt and 
the in-crystal temperature of a silicon single crystal ingot. In Fig. 2, h indicates the distance (mm) from the liquid level 
of the silicon melt, and T indicates the in-crystal temperature (°C) of the silicon single crystal ingot. As Fig. 2 shows, 
the in-crystal temperature of the silicon single crystal ingot decreases as it becomes distant from the liquid level of the 
silicon melt when the silicon single crystal ingot is being pulled from the silicon melt. And in Fig. 2, the in-crystal tem- 
perature at a location which is hi away from the liquid level of the silicon melt is 1350°C. and a perfect crystal is 
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obtained by monitoring the in-crystal temperature gradient from the liquid level of the silicon melt to the height hi 
which is the attempt of the present invention. 

[0045] The attempt of the invention by Horai et al. on the other hand., is to obtain a perfect crystal by monitoring the 
in-crystal temperature gradient up to the height h2, which is above hi , where the temperature is 1 300°C which is lower 
than the temperature at hi . 

[0046] In other words, the present invention has an aspect where more appropriate conditions than the optimum 
conditions presented by Horai et al are presented in the production process of a silicon single crystal ingot This is 
obvious in Fig. 3, which shows the relationship between G outer / G center and the in-crystal temperature (»C) and 
as Fig. 3 shows, the range of the present invention (the portion shaded with lines slanting to the left) overlap a part of 
the range presented by Horai et al (portion shaded with lines slanting to the right). So for this overlapped part the 
present invention can be a useful selection invention which selects more appropriate conditions from the range of the 
prior invention. a 

[0047] However, on the other hand, as Fig. 3 also shows, all of the portion shaded with lines slanting to the left is 
not included in the portion shaded with lines slanting to the right, and the present invention therefore has an aspect 
where a perfect crystal of silicon is obtained outside the range presented by Horai et al (in other words in the range 
where Hora. et al did not present). Therefore, the present invention is not completely included in the prior invention by 
Horai et al, and is not really a selection invention or dependent invention thereof. 

[0048] This is also obvious in Fig. 4 which shows the relationship between the invention by Horai et al in the V/G 
value <rW/»C • min) and the in-crystal temperature (°C) (in Fig. 4, the portion A is the range of the present invention 
and the port.on B is the range of the invention by Horai et al), and in Fig. 5 which shows the relationship between the 
invention by Horai et al in G outer / G center and V/G value (mm2/°C - min) (in Fig. 5, the portion A is the range of the 
present mvent.on, and the portion B is the range of the invention by Horai et al), wherein the ranges of both inventions 
fully indicated by these parameters, are completely different. 

[Silicon single crystal ingot production device] 

[0049] Fig. 6 is a block diagram depicting the key sections of the silicon single crystal ingot production device in 
accordance with the present invention. Just like a normal CZ method-based silicon single crystal production device 
the silicon single crystal ingot production device in accordance with the present invention comprises a crucible 13 for 
producing and storing silicon melt 12 (this crucible 13 is the quartz crucible 13b disposed inside a graphite crucible 
13a, just like a normal CZ method-based silicon single crystal production device), a heater 14 for heating the crucible 
13 an electrode 15 for supplying power to the heater 14, a crucible holder 16 for supporting the crucible 13 and a 
pedestal 17 for rotating the crucible 13, which are disposed inside the chamber 11 which is a closed container In the 
chamber 11 , a hear insulation material 21 , a melt receiver 23 and inner cylinder 24 are installed. This device also has 
a heat shielding element 25 for shielding the radiation of heat from the heater 14 to the silicon bulk 27 Also the silicon 
single crystal ingot production device in accordance with the present invention has an inactive gas supply and exhaust 
system, which is normally equipped in this type of CZ method-based silicon single crystal production device although 
he system is not illustrated here. With this system, the heat shielding element 25 also has the function of adjusting 
the flow paths of inactive gas. 

40 [0050] The silicon single crystal ingot production device in accordance with the present invention is characterized in 
that the distance h between the tip of the heat shielding element 25 and the liquid level of the silicon melt 1 2 is adjusted 
by moving the heat shielding element 25 so as to adjust the V/G value (mm^C • min) and G outer/G center which is 
the key point when carrying out the present invention. Actually at the same time of changing the shielded amount of 
heat from the heater 14 and the liquid level of the silicon melt 12 to the silicon bulk 27 by adjusting the distance h the 
volume and speed of the inactive gas, which flows on the surface of the silicon bulk 27, subtly changes by which the 
ratio of the in-crystal temperature gradient in the crystal pulling axis direction on the silicon bulk 27 surface and the 
mcrystal temperature gradient al the center part thereof in the crystal pulling axis direction can be adjusted in the 
present invention. 

[0051] In this embodiment, the distance h between the tip of the heat shielding element 25 and the liquid level of the 
silicon melt 12 is adjusted by interlocking the lifter 25a for adjusting the height of the heat shielding element 25 and 
the angular 25b for adjusting the inclination of the heat shielding element 25. However, the adjustment of the distance 
h is not limited by this mechanism. In other words, it should be understood that any mode is included in the scope of 
the present invention only if the distance h can be adjusted, since the present invention is the first to adjust the V/G 
value (mmW - mm) and the G outer / G center using the heat shielding element equipped in the CZ method-based 
silicon single crystal production device. 

[0052] Also in the present invention, the distance h may be adjusted based on the calculation result in simulation 
analysis, such as a global heat transfer analysis; or may be adjusted by feedback control based on actually measured 
values. 
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[Silicon single crystal wafer] 

[0053] The silicon single crystal ingot produced by the method or device in accordance with the present invention 
has a higher certainty in obtaining zones which are free from grown-in defects, and the ratio thereof in quantity is higher 
than the silicon single crystal ingot obtained by the prior invention by Horai et al. Therefore, a silicon perfect single 
crystal wafer free from grown-in defects can be obtained at higher quantity and with higher certainty from the silicon 
single-crystal ingot in accordance with the present invention than prior art, and can contribute to a dramatic improvement 
of IC yields. 

[0054] The silicon single crystal ingot produced by the method or device in accordance with the present invention is 
not free from grown-in defects in all portions thereof, but has portions where crystal defects are included. However, at 
least in general, the ratio of grown-in defects which exist is decreased much more, so even a wafer which is sliced 
from a portion where grown-in defects exist still exhibits high quality, and this portion can be new wafers in this sense, 
constituting a part of the present invention related to the claims. 

[0055] These high quality wafers can be fabricated by slicing the silicon single crystal ingot at a predetermined thick- 
ness and performing necessary processing, just like the normal fabrication of wafers. 



[Heat treatment of perfect crystal and conditions thereof] 



[0056] To achieve the second object of the present invention, the present inventors closely studied heal treatment 
20 conditions in detail, and discovered conditions under which the radial point defect distribution difference generated in 
a perfect crystal can be uniformed at a relatively low cost while a sufficient DZ layer is secured, and completed the 
present invention. 

[0057] In other words, the present invention is for providing a heat treating method for obtaining a silicon wafer having 
a uniform radial oxide precipitate density, regardless the density distribution of point defects in a perfect crystal. 
25 [0058] (B1) A heat treating method for a silicon single crystal wafer related to a perfect crystal produced by a Czo- 
chralski method, characterized in that a heat treatment temperature at the initial entry of a silicon single crystal wafer 
to be the target of the heat treatment is 500°C or less, and the temperature ramping rate in a temperature range from 
the heat treatment temperature at initial entry to an ultimate temperature set in the range of "700°C - 900°C" is set to 
1 °C/min or less. 

30 [0059] (B2) A heat treating method for a silicon single crystal wafer related to a perfect crystal produced by a Czo- 
chralski method, characterized in that a heat treatment temperature at the initial entry of a silicon single crystal wafer 
to be the target of the heat treatment is 500°C or less, and the temperature ramping rate in a temperature range from 
the heat treatment temperature at initial entry to an ultimate temperature set in the range of M 700°C - 900°C" is set to 
1 °C/min or less so as to uniform the distribution of the oxide precipitate density of the silicon single crystal wafer after 

35 heat treatment. 

[0060] (B3) A heat treating method for a silicon single crystal wafer related to a perfect crystal produced by a Czo- 
chralski method, characterized in that the heat treatment temperature at the initial entry of a silicon single crystal wafer 
to be the target of heat treatment and the temperature ramping rate from the heat treatment temperature at initial entry 
to an ultimate temperature set in the range of "700°C-900 o C" are adjusted so as to adjust the distribution of the oxide 
40 precipitate density of the silicon single crystal wafer after heat treatment. 

[0061] (B4) The method according to (B1) ; characterized in that the oxygen concentration of the perfect crystal is 
1 3 x 1 0 17 atoms/cm 3 or less. 

[0062] (B5) A silicon single crystal wafer produced by the method according to (B4) . For perfect crystals which oxygen 
concentration is 13 x 10 17 atoms/cm 3 or less, oxide precipitates are uniformed between the vacancy dominant zone 
45 and the interstitial silicon dominant zone, and a good DZ layer is formed without allowing the oxide precipitates to 
appear on the wafer surface, so this is superb as a silicon wafer. 

[Single crystal ingot production device for improving production efficiency of perfect crystal] 

so [0063] To achieve the third object, the present inventors closely studied and discovered that power consumption is 
decreased and production time is decreased by moving the cooler equipped in the single crystal ingot production device 
to an appropriate location according to the production process of the single crystal ingot, and this method is particularly 
effective for producing a perfect crystal which normally takes a long time to produce, and completed the present in- 
vention. 

55 [0064] More specifically, the present invention provides the following devices and methods. 

[0065] (C1) A method for controlling a Czochralski method- (hereafter CZ method) based single crystal ingot pro- 
duction device comprising a cooler for cooling a predetermined location of a single crystal ingot being pulled from the 
melt (hereafter single crystal pulling ingot), characterized in that when the tail of a single crystal pulling ingot is formed, 
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the power consumption of the single crystal ingot production device is decreased by moving the cooler away from the 
solid-liquid interface between the single crystal ingot and the melt. 

[0066] By this, a crucible which can still be heated dispite cooling by the cooler is unnecessary when the tail is 
created, so power consumption can be decreased. 

[Tail of single crystal ingot] 
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[0067] n the production of a single crystal ingot by the CZ method, the inverted cone shaped tapered portion qen- 

Sq! !w f taH n T St b ! Sfter 9rOW,n9 the Sin9,e CryStal t0 a desired ,en 9 th - ,f the single crystal pulling 

ingo ,s suddenly pulled out of the melt, crystal dislocation, called a slip dislocation (slip back, , is generated in the ingot 
and this portion cannot be used as a product. 

[0068] Here, slip back is generated at a location in the ingot for the length of a diameter of a portion distant from the 
me t surface so to obtain as many wafers as possible which are appropriate as a product from the ingot, in the process 

,n th h „ P 9 ' taM mUSt 66 f ° rmed by Carefully taperin 9 the diameter of th * ingot in the process up 

nn£o, -r P 9 ' S ° that S ' iP baCk iS n0t ^nerated in a portion processed to be a wafer (hereafter body) 
[0069 To form a tail, the tail is normally formed to be about the length of the diameter of the body. Because if the 
ta. « too short an abnormal oxide precipitation part touches the body, and that portion cannot be used as a product 
but a tail which is too long is not economical, since the tail cannot be used as a wafer. 

[00701 It is well known in this industry that a single crystal ingot is pulled with a low temperature gradient in the axis 

n mnn°, n „ t K 6 ^ T^' in90t ' ^ * ^ the ^ A " d f ° r thiS ' ,he 'emperature gradient of the single crystal 
puH.ng ingot has been decreased by increasing the temperature of the melt by heating the crucible for more than a 
sufficient time when the tail is formed. 

[0071] However, if the temperature gradient of the single crystal pulling ingot is intentionally set high using a cooler 
m pabular, the melt must be heated to a higher temperature. For this heating, power consumption increases, which 
is not economical, and also the quartz crucible is abnormally heated by this heating, bubbles existing in the crucible 

rnn-fo, ^ P ° P ' P ' eCeS atta ° h ,0 Crystals causin 9 dislocation, or become polycrystals 

[0072] Also to heat the crucible which can still be heated despite cooling by the cooler, enormous power must be 
supplied, which makes the power supply device large, and components in a furnace exposed to excessive heat dete- 
riorare guicKiy. 

30 f° 0731 ■■■ !T Sin9le CrVSta> in90t production device according to the present invention, however, all of these prob- 
lems will be solved. K 

[0074] (C2) A method for controlling a Czochralski method- (hereafter CZ method) based single crystal ingot pro- 
duction device where a single crystal ingot is pulled from melt in a heated crucible, comprising a cooler in a furnace 
for coolmg a predetermined location of the single crystal ingot being pulled, characterized in that the production time 

,h?«inol T ' n9 ° f deC : eaS6d by m ° Ving thS C00ler and tne crucib,e for which hea 'ing is over closer after pulling 
the single crystal ingot from the melt. ^ s 

[0 h ° 7 ? . k °l e " m ° Vin9 C00 ' er and thS CmCible f0r which heatin 9 is over closer " m *ans coming close to the heater 
whichistheheatsourceoftheCZmethod^ 

the coder and the crucible for which heating is over closer" can be implemented by raising the crucible toward the 
cooler, or by lowering the cooler toward the crucible, or by a combination of both operations 
I rlnL S * CZ ° ChralSki , metn0d - CZ method) based single crystal ingot production device, comprising 

cruTh S I n ? 9 8 Pr6determined loca,ion of a sin 9' a crystal ingot being pulled from melt in a heated 

i ZT ( , ' r V S 'T CfyStal PU " in9 in90t) ' characterize ° that the cooler is raised to move the cooler away 
« !s cTeated ^ ^ thS melt Whe " 3 tail of ,he sin 9 le cr V stal pu,lin 9 in 9°" 

acZZL S A C2 °f ra,Sk ; meth0d " < nerea "er CZ method) based single crystal ingot production device comprising 
rrZtZ h n t aCe °J C °l 9 3 Pred6termined localion of a sin 9'e crystal ingot being pulled from the melt in a heated 
c^ng" 

50 £T is Lwer^tolnTdeTrc^ M ^ ^ ^ *** P " d ^ d — characterized in that the 
™L i ( n C6) r A C2 ° C f hralski i method - (hereafter CZ method) based sing.e crysta. ingot production device comprising 
cmcih Z l J»« aCe ?• Z° "? 3 Pr6determined location of a ^ngle crystal ingot being pulled from melt in a heated 
crucible, characters in that the crucble is raised to cool the crucible by moving the coo.er and the crucible for which 
heating is over closer after pulling the single crystal ingot out of the melt 

Sir i!fIh™ C f hra ' Ski , me,h0d " l! 16 ^ CZ m6,h0d) baS6d Sin9 ' e CryS,al in 9 ot produ ction device comprising 
cruriht hp-T C ° 9 , a P : edetermined loca,i °" of a «i"9le crystal ingot being pulled from melt in a heated 

crucible (hereafter s.ngle crystal pulling ingot), characterized in that when a tail of the single crystal pulling ingot is 
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created, the cooler is raised to move the cooler away from the solid-liquid interface between the single crystal ingot 
and the melt, and the cooler is also lowered to cool the crucible for which heating is over after pulling the single crystal 
ingot out of the melt. 

[0081] (C8) A method for producing a single crystal ingot using a Czochralski method- (hereafter CZ method) based 
5 single crystal ingot production device comprising a cooler in a furnace for cooling a predetermined location of a single 
crystal ingot being pulled from melt in a heated crucible (hereafter single crystal pulling ingot), characterized in that 
the size of the diameter of the single crystal pulling ingot is adjusted by changing the distance of the cooler from the 
solid-liquid interface between the single crystal ingot and the melt. 

[0082] In other words, the cooler not only greatly contributes to the adjustment of the temperature gradient in the 
io pulling direction at the predetermined location of the single crystal pulling ingot, but also greatly influences the state 
of the single crystal pulling ingot at the solid-liquid interface. In the above method, if the distance between the cooler 
and the solid-liquid interface is decreased, the state at the solid-liquid interface moves toward solidification, and the 
diameter of the ingot to be pulled increases. On the other hand, if the distance between the cooler and the solid-liquid 
interface is increased, the state at the solid-liquid interface moves to liquefaction, and the diameter of the ingot to be 
'5 pulled is decreased. 



[Application to perfect crystal] 

[0083] The devices and methods according to (C1) - (C8) are suitable for producing a perfect crystal. To produce a 
20 perfect crystal, the pulling speed of the single crystal ingot must be decreased and the temperature must be closely 
monitored, so the pulling time of the single crystal ingot becomes longer, and the production process becomes longer 
accordingly. However, according to the devices and methods of the present invention (devices and methods according 
to (C1 ) - (C8)), time can be decreased in steps other than the pulling step of the single crystal ingot, so a prolonging 
of the production time is prevented in the production steps in general, and the production of a perfect crystal can be 
25 more efficient. 



[Operation of single crystal ingot production device] 

[0084] A mode of the single crystal ingot production device according to the present invention is where the distance 
between the cooler and the surface of the melt can be changed by monitoring whether the diameter of the single crystal 
pulling ingot is decreased at a desired ratio when the tail of the single crystal pulling ingot is formed, so that the diameter 
of the single crystal pulling ingot is gradually decreased. 

[0085] Control for this is generally performed by a so called feedback control. More specifically, the size of the actual 
diameter is measured, the size of the assumed diameter and the measured value are compared, and if different, the 
pulling conditions are changed so as to guide (automatically control) processing, in order to obtain the desired diameter. 
Therefore if the above operation is performed using a feedback system when forming the tail, a tail with the desired 
length and angle can be formed. 

[0086] The raised cooler is automatically controlled to be lowered again to the predetermined position or to a position 
below the predetermined position to cool the hot zone after the pulling of the single crystal pulling ingot is over, so that 
the hot zone can be force-cooled by lowering the cooler which was raised during the creation of the tail to the bottom 
part of the furnace after pulling is over. 



[Definition of terms] 

[0087] In this description, a "perfect crystal" means a single crystal ingot free from grown-in defects (defects in a 
crystal which are normally generated during growth of a silicon single crystal in a general CZ method, such as an OSF 
ring, void defect, and dislocation cluster). 

[0088] In this description, an "ingot 1 ' means a single crystal grown from the silicon melt, and "bulk" means a portion 
inside the wafer sliced from an ingot, and is the concept to distinguish from the surface layer where devices are created. 
In other words, "bulk" normally refers to inside the wafer, which is several tens of u,m or deeper from the surface, but 
in this description, "bulk" means the portion inside other than the surface layer such as the DZ layer. 
[0089] "DZ layer" means a zone with low oxygen completely free from oxide precipitation, which is formed near the 
surface of the wafer by performing an appropriate heat treatment (e.g. several tens of hours at 1050°C in a nitrogen 
atmosphere) to a silicon wafer manufactured by a CZ method. The "DZ layer" is also called the defect-free zone, but 
in this description, the term "defect free zone" is not used for the DZ layer as a rule, in order to avoid confusion with 
the defect free zone of a silicon ingot related to a perfect crystal. The DZ layer can also be obtained by hydrogen 
annealing (Japanese Patent Application Laid-Open No. 61-193456). 

[0090] In a perfect crystal, a "vacancy dominant zone" generally appears in a certain range at the inner diameter 
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side of the wafer, and the "interstitial silicon dominant zone" generally appears in a certain range at the outer diameter 
side of the wafer 
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[0091] The methods and devices according to the present invention (devices and methods according to (C1 ) - (C8)) 
can be applied to the CZ method in general, since there are no factors which are influenced by the type of single crystal 

So P " S ° 3 Sin9 ' e CryS,al in9 ° l t0 be pu,led is no1 limited 10 the silicon sin 9'e crystal ingot 

[0092] In this description, "temperature gradient" means the degree of temperature change in the vertical axis of the 

nM?™Z , ,n90t ^ in9 PU !1^ ^ the CmCib,e - HSre ' " tem P erature gradient is high (or large)" means that the change 

J 3 ! 6 V P ' tem P erature 9 radient is I"* (or small)" means that the change of temperature is mild 
[0093 In this description, "hot zone" means the portion which is heated by the heater in the furnace of the single 
crystal ingot production device (mostly in the block lower than the heat shielding element). 



BRIEF DESCRIPTION OF THE DRAWINGS 
[0094] 



Fig. 1 is a conceptual diagram depicting a distribution pattern of defects generated in a silicon single crystal ingot 
which is obtained when a growth speed of the silicon single crystal by a CZ method is constant- 
Fig. 2 is a diagram depicting the relationship between a distance from the liquid level of silicon melt and the in- 
crystal temperature of a silicon single crystal ingol; 

Fig. 3 is a diagram depicting a range of the present invention and a range of a prior art defined by the relationship 
between G outer / G center and the in-crystal temperature (°C); 

2wtin w? 9 T d , eF>k 2£« range of the present invention and a range of a prior art defined by the relationship 
between V/G value (mrrvVC ■ min) and the in-crystal temperature (°C); 

Fig. 5 is a diagram depicting a range of the present invention and a range of a prior art defined by the relationship 
between G outer / G center and V/G value (mm 2 /°C • min); 

Fig. 6 is a block diagram depicting the key sections of a silicon single crystal ingot production device according to 
the present invention; a 

Fig. 7 is a diagram depicting the radial distribution of the oxide precipitate density of a reference sample when only 
a simulation heat treatment is performed on a silicon wafer which is sliced from a perfect crystal where a vacancy 
dominant zone with oxygen concentration 14 x 10" atoms/err* and an interstitial silicon dominant zone coexist in 
ine plane. 

clVnZ IS^J?! the radia ' distribution of ° xid e Precipitate density when the entry temperature is 
changed at 450 - 600°C, the temperature is raised to 750°C at a 0.5°C/min speed, 750°C x 4 hours of isothermal 
processing is performed, and then simulation heat treatment is performed; 

Fig. 9 is a diagram depicting the radial distribution of oxide precipitate density when the 500°C entry temperature 
is increased to a 750°C ultimate temperature at a temperature ramping rate of 0.5 - 1 5°C/min, isothermal process- 
ing is performed for four hours at the ultimate temperature, then simulation heat treatment is performed 
Fig. 1 0 is a diagram depicting the radial distribution of oxide precipitate density when the 500*C entry temperature 
!reaTenns^erform 5 ed C/min *"* U ' ,imate t6mperatUre is chan 9 ed at 650 " 800 °C. then simulation heat 

Fig. 1 1 is a diagram depicting the radial distribution of oxide precipitate density when the 500»C entry temperature 
is increased to 700»C at a 1 0-C/min speed, and oxygen density in the crystal is changed under 700°C xT hour 
of isothermal processing conditions; 

45 F J 9 ' \V S 3 lon9i,udjnal section depicting a single crystal ingot production device according to the present invention- 

Fig. 1 3 ,s a longitudinal section depicting the operation of the single crystal ingot production device according to 
the present invention; M 

Fig. 1 4 is a flow chart depicting the control process of the single crystal ingot production device according to the 
present invention 



Fig. 15 is a graph depicting the result of applying the control method for the single crystal ingot production device 
according to the present invention; 

Fig. 1 6 is a block diagram depicting the force-cooling of the hot zone; and 

Fig. 17 is a longitudinal section depicting a conventional single crystal ingot production device. 
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BEST MODE FOR CARRYING OUT THE INVENTION 
<Study on production conditions of perfect crystal> 
5 [Embodiment A1 1 

[0095] We studied growth conditions to obtain perfect crystals using various growth conditions. Table A1 shows the 
result. Experiments were performed using a crystal which diameter is 200mm. The distribution of crystal defects can 
be studied by observing the surface of the crystal after soaking the crystal in etchant, but in this embodiment, the 
10 distribution of defects was studied by performing non-stirring Secco etching for voids and dislocation clusters : and by 
performing light etching after oxidizing heat treatment for three hours at 780°C, then for 1 6 hours at 1 000°C for OSR 
The in-crystal temperature gradient in the pulling axis direction at each location in the radius direction was determined 
by a global heat-transfer analysis in the growth device currently established. 

[0096] Table A1 shows the range of the growth speed where a perfect crystal was obtained under each growth 
*5 condition. Here the conditions where the range of growth speed is not indicated are conditions under which defect free 
zones were generated only at a part in the plane of the crystal. 
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[0097] As Table A1 shows, a perfect crystal is obtained only when G outer/ G center, which is a ratio of the average 
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G of the in-crystal temperature gradient in the pulling axis direction at the outer surface of the crystal and at the crystal 
center in the temperature range from a melting point of the silicon to 1350°C, is 1.10 or less. 

[0098] Also a perfect crystal is obtained when the pulling speed V (mm/min) is in the range where V/G is 0.16 - 
0.18mm 2 /°C ■ min when G outer / G center is 1 .10 or less. 

[Embodiment A2] 

[0099] When a crystal is grown at a constant pulling speed under the growth conditions determined in Table A1 , the 
growth conditions may gradually be deviated from the optimum growth conditions because of the change of the in- 
crystal temperature gradient during growth. If this state is left alone, a crystal ingot, which is deviated from the defect 
free growth conditions, as shown in the conceptual diagram in Fig. 1 , is produced, so it is necessary to guide the 
conditions to be optimum by making appropriate changes. 

[0100] In the embodiment A2, the pulling speed is changed to guide the conditions to be optimum in such a case. 
And as Table A2 shows, a perfect crystal was obtained by changing the pulling speed V following up with the change 
of the length of the crystal. 
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50 [Embodiment A3] 

[0101] This embodiment is for indicating that a perfect crystal can be obtained by changing the distance between 
condi' lon, T th f e th heat h Shieldi "9 e,ement when the conditions are gradually deviated from the optimum growth 
» SS^IS A3) 96 in "^ Sta ' tSmPeratUre 9radiem dUfin9 9r ° Wthj ^ S3me W ^ 35 the "* 
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Table A3 
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[0102] As Table A 3 shows, a perfect crystal was obtained by changing the distance between the silicon melt and 
the heat shielding element following up with the change of the length of the crystal under a predetermined condition 
of the pulling speed. As the embodiment A3 shows, the same effect as when the pulling speed is changed ( Embodiment 
A2) can be obtained if the distance between the silicon melt and the heat shielding element is changed. Therefore, in 
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15 



terms of obtaining a perfect crystal, it is clear that changing the distance between the silicon melt and the heat shielding 
element .n the silicon single crystal ingot production device generates an effect equivalent to changing the pulling speed 

<Heat treatment of perfect crystal silicon vvafer> 

[0103] We performed various heat treatments on a silicon wafer sliced from'a perfect crystal where the vacancy 
dominant zone and the interstitial silicon dominant zone coexist in a plane, and we studied the oxide precipitate density 
distribution in the wafer plane. For an experiment, a boron doped P-type crystal with a 200mm diameter where the 
oxygen concentration is 11 - 14 x 10" atoms/cm3 (79 ASTM) was used, and after performing pre-heat treatment in a 
nitrogen and oxygen mixed gas atmosphere, a device simulation heat treatment (780°C x 3h + 1000°C x 16h) in two 
steps was performed in an oxidizing atmosphere, and the oxide precipitate density was studied by a Wright etching 
method. Fig. 7 and Table B1 show these results. eicnmg 
[0104] Fig. 7 shows the radial distribution of the oxide precipitate density of a reference sample for which only sim- 
TT S? tr , eatm / ent ^ s P erf °rmed on the silicon wafer sliced from a perfect crystal, where the oxygen concentration 
. t w atoms/cm3 and the vacancy dominant zone and the interstitial silicon dominant zone coexist in the wafer 
plan* Table B1 shows each pre-heat treatment condition, the wafer radial uniformity of the oxide precipitate density 
and the existence of the DZ layer. y ' 
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Table B1 (continued) 
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[0105] As Table B1 shows, by rising the temperature to at least 700°C - 900°C at a speed of 1°C/min or less when 
40 the oxygen concentration of a crystal is 13 x 10 17 atoms/cm 3 or less and the initial entry heat treatment temperature 
is at least about 500°C or less, the radial distribution of the oxide precipitate density after simulation heat treatment 
can be uniformed without losing the DZ layer. Within the range of these conditions, oxide precipitates which match the 
device process can be introduced by adjusting the oxygen concentration of the crystal, the initial entry temperature, 
the temperature ramping rate, the ultimate temperature and the holding time at the ultimate temperature appropriately. 

45 

[Embodiment B1] 

[0106] Fig. 8 shows the radial distribution of the oxygen precipitate density when simulation heat treatment is per- 
formed after the entry temperature is changed to 450°C - 600°C, the temperature is increased to 750°C at a speed of 
so 0.5°C/min ( and 750°C x 4 hours of isothermal processing is performed. As Fig. 8 shows, the precipitate density is 
uniformed when the entry temperature is 500°C or less: 

[Embodiment B2] 

55 [0107] Fig. 9 shows the radial distribution of the oxygen precipitate density when simulation heat treatment is per- 
formed after four hours of isothermal processing is performed at the ultimate temperature when the temperature ram- 
ping rate from the entry temperature at 500°C to the ultimate temperature at 750°C is 0.5 - 1 .5°C/min. As Fig. 9 shows, 
the precipitate density is uniformed when the temperature ramping rate is 1.0°C/min or less. 
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[Embodiment B3J 



[0108] Fig. 10 shows the radial distribution of the oxygen precipitate density when simulation heat treatment is per- 
formed after the temperature is increased from the 500°C entry temperature at 0.5 o C/min speed and the ultimate 
s temperature is changed at 650 - 800°C. As Fig. 10 shows, the precipitate density is uniformed when the ultimate 
temperature is 70O°C or more. 

[Embodiment B4] 

to [0109] Fig. 1 1 shows the radial distribution of the oxygen precipitate density when the entry temperature is 50O°C 
and is increased to 700'C at a 1 0°C/min speed, and the oxygen concentration in the crystal is changed under the 
isothermal processing of 700°C x 1 hour. As Fig. 11 shows, the radial distribution uniformity of the oxide precipitate 
density is maintained regardless the oxygen concentration. However, when the oxygen concentration exceeds 13 x 
1 0 atoms/cm 3 , oxygen precipitates appear on the surface of the wafer, and the DZ layer is not present 

'5 [0110] As this result shows, in a silicon wafer where the vacancy dominant zone and the interstitial silicon dominant 
zone coexist in the plane, any density of oxide precipitates can be introduced unifoimly in the plane of the wafer by 
controlling the oxygen concentration in the crystal in the range of 13 x 10" atoms/cm 3 or less, and performinq heat 
treatment according to the present invention. 

20 <Preferred embodiment of silicon single crystal ingot production device> 

[0111] Fig. 12 is a longitudinal section depicting a preferred embodiment of a silicon single crystal ingot production 
device according to the present invention. An embodiment of the silicon single crystal ingot production device accordinq 
to the present invention will now be described with reference to Fiq 1 2 

25 3 

[General configuration] 

[0112] The silicon single crystal ingot production device according to the present invention comprises a crucible 23 
for producing and storing the silicon melt 22 and a heater 24 for heating the crucible 23 in a chamber 21 which is a 
closed container, just like a conventional CZ method-based silicon single crystal ingot production device An electrode 
for supplying power to the heater 24, a crucible holder for supporting th crucible 23. a pedestal for rotating the crucible 
23, a crucible elevating device'for raising/lowering the crucible, a hear insulation material, a melt receiver and an inner 
cylinder are also attached to the silicon single crystal ingot production device, just like a normal CZ method-based 
silicon single crystal ingot production device, but these are not illustrated to simplify the drawing. In this device a heat 
shielding element 28 for shielding the radiation of heat from the silicon melt 22 and the heater 24 to the silicon ingot 
27, and a cooler 1 9, which is disposed inside the heat shielding element 28, are equipped. 

[0113] The silicon single crystal ingot production device according to the present invention further comprises an 
inactive gas supply and exhaust system, which' is normally equipped in this type of CZ method-based silicon single 
crystal ingot production device, although this is not illustrated. Under such a system, the heat shielding element 28 
also has the function of adjusting the flow paths of the inactive gas. 

[Cooler] 

[0114] The silicon single crystal ingot production device according to the present invention is characterized in that 
the cooler 19 comprised of pipes in which cooling water runs is installed so as to be freely raised/lowered inside the 
heat shielding element 28. In this embodiment, the cooler 19 has a spiral-shaped built-in cooling water pipe 20 in a 
cylindrical part surrounding the single crystal ingot being pulled, and can be raised/lowered in the axis direction of the 
ingot by the cooler elevating device (not illustrated) installed outside the chamber 21 (see Japanese Patent Application 
La.d-Open No. 9-275097). The mechanical means for implementing such an elevating device is ball screws and a rod 
50 for example, but is not limited to this. 

[0115] Cooling water runs in the cooler 1 9 comprised of pipes, and the cooling water is supplied via a supply pipe 
(not illustrated). At a location where supply/drain pipes, including this supply pipe, penetrate into the chamber 21 a 
bellows element 29 is attached, so. as to maintain air tightness and flexibility. During forming the body the cooler 19 
is secured at a same location to adjust the temperature gradient at a predetermined location, which is strongly related 
55 to the optimal generation of crystal defects. 
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[Forming a tail] 

[0116] Now the tail formation process using the single crystal ingot production device according to the present in- 
vention will be described with reference to Fig. 13. To simplify the drawing, elements which are not directly related to 

5 the description of the present invention are not illustrated. 

[01 1 7] As mentioned above, the cooler 1 9 is secured at a position (A in Fig. 1 3) which provides a desired temperature 
gradient to a predetermined location of the single crystal pulling ingot during the formation of the body. When shifting 
to the tail formation process, the cooler 1 9 is pulled to the position B. By this, the distance between the cooler 1 9 and 
the melt surface increases, and as a result, the diameter of the ingot being pulled is gradually tapered. 

10 [0118] Here : when pulling the cooler 19 to the position B, it is preferable to pull it gradually, that is, not pulling it all 
at once. Because if the distance from the surface of the melt to the cooler 19 is suddenly increased, the heat history 
of the body changes, and such problems as generating abnormal oxide precipitation areas at two locations occur. 
[01 1 9] The above process can be executed by an operator operating the device while directly monitoring, but normally 
this is performed by automatic control. 

15 

[Operation flow of tail formation] 



[0120] Fig. 14 is a flow chart depicting the process of the automatic control of feedback, which can be applied to the 
present invention. Now the control flow will be described with reference to Fig. 14. 

[0121] When the formation of a tail starts (S41), the cooler elevating mechanism is activated, and the cooler 19 is 
raised for a predetermined amount (S42). Then the crystal diameter of the ingot is compared with a desired size (S43). 
If the desired crystal diameter has been obtained as a result of this comparison, the cooler 19 is held at that position 
(S44). However, if the desired crystal diameter has not been 'obtained, it is judged whether the actually detected crystal 
diameter is larger or smaller than the desired crystal diameter (S45). If the actual crystal diameter is larger than the 
desired value, the process returns to S42, where the cooler 19 is further raised, then the same process is repeated. 
[01 22] If the actually detected crystal diameter is smaller than the desired value, the cooler 1 9 is lowered for a required 
amount (S46). Then the control process returns to S43, where the actual crystal diameter and the desired crystal 
diameter are compared. 

[0123] By repeating the above control process, the tail of the crystal ingot which matches the provided conditions 
can be formed. In the above embodiment, the cooler 1 9 is raised/ 1 owe red by the elevating device, but another method 
for increasing the distance between the surface of the melt and the cooler 19. that is : raising/lowering the crucible 23 
may be used, or raising/lowering the cooler 19 and raising/lowering the crucible may be combined. Here the crucible 
23 is raised/lowered by the crucible elevating device, which is not illustrated, so the crucible 23 can be freely raised/ 
lowered by operating the crucible elevating device. The elevating device, which is not illustrated, may be operated by 
an operator, or may be operated by the above mentioned automatic control feedback method. This is the same for the 
case when the raising/lowering of the cooler 19 and the raising/lowering of the crucible 23 are combined. 

[Results] 



[0124] Fig. 15 and Table C1 show the results when the cooler 19 is moved away from the solid-liquid interface 
between the single crystal ingot and the melt by 1 ) raising the cooler 1 9 by the cooler elevating device, 2) lowering the 
crucible 23 by the crucible elevating device, or 3) performing both 1 ) and 2). 



Tabled 





Number of ingots pulled 


Number of ingots dislocated 
at tail 


Number of graphite crucible 
used 


Prior art 


20 


12 


2 


Present invention 1) 


20 


3 


1 


Present invention 2) 


20 


0 


1 


Present invention 3) 


20 


1 


1 



[0125] As Fig. 15 shows, when a method according to the present invention is executed, power consumption can 
be dramatically decreased compared with prior art. As Table C1 shows, when a method according to the present 
invention is applied, the number of ingots where dislocation occurred to a tail can be decreased, so the single crystal- 
lization ratio improves. At the same time, since overheating can be presented as power consumption decreases, the 
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load applied on a graphite crucible can be decreased, therefore the number of graphite crucibles to be used is decreased 
when the same number of single crystal are pulled, which is economical. 

[Force-cooling of hot zone] 

[0126] Now the force-cooling of the hot zone using the cooler 1 9 after pulling the single crystal ingot will be described 
[0127] When the formation of a tail ends, the single crystal ingot production process completes. Here in the present 
invention, the cooler 1 9, which has been raised, is lowered again toward the crucible 23 after the formation of the tail 
ends, as shown in Fig. 1 6 (C in Fig. 1 6), so as to force-cool the hot zone, including the crucible 23. By this the transition 
time to the next production step can be decreased, and the'overall production cycle can be decreased ' 
[0128] Since the crucible 23 has the highest heat of the in-furnace components in the hot zone, it is preferable to 
promote the cooling of the crucible by moving the cooler 1 9 to the crucible as closely as possible If the heat shieldinq 
element 28 interferes with the lowering of the cooler 19 at this time, it may be structured such that the heat shieldinq 
element 28 is lowered together, or the heat shielding element 28 can be moved to the outside direction of the furnace 
' 5 so that the cooler 1 9 can pass through. 

INDUSTRIAL APPLICABILITY 
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[0129] According to the method or device of the present invention, a silicon single crystal ingot, which has much 
perfect region free from grown-in defects, can be stably produced compared with prior art. Therefore a large volume 
of silicon prefect single crystal wafers free from grown-in defects can be supplied without fail, and ultimately the yield 
of IC products can be dramatically improved. 

[0130] According to the present invention, in a silicon wafer where a vacancy! dominant zone and an interstitial silicon 
dominant zone coexist in the plane, wafer radial distribution can be uniformed to any oxide precipitate density by 
increasing the temperature from approximately 700°C to 900°C at a TC/min or less speed when the oxygen concen- 
tration is controlled to be 1 3 x 1 0" atomsW or less, and the initial entry heat treatment temperature is approximately 
500°C or less. y 

[0131] Therefore according to the present invention, in a silicon wafer where a vacancy dominant zone and an in- 
terstitial silicon dominant zone coexist in the plane, a silicon single crystal wafer where the wafer radial distribution of 
ox.de precipitate density is uniformed can be obtained, so a high quality silicon wafer suitable for a device process can 
be produced. 

[0132] Also, the single crystal ingot production device, the control method thereof, and the production method for a 
single crystal ingot according to the present -invention can stabilize the pulling of a single crystal and decrease the 
power consumption when the tail of the single crystal ingot is formed. Also, the calories to be applied during the forminq 
of a tail can be decreased, so the load on the in-furnace components, including the crucible, can be decreased and 
the life of the components can be extended. Also, the single crystal ingot production device and the control method 
thereof according to the present invention decrease the cooling time of the hot zones after the single crystal inqot is 
produced, and the single crystal ingot production cycle can be decreased (for more efficiency). These effects are 
extremely preferable in terms of improving perfect crystal production efficiency. 

Claims 

1 . A method for producing a silicon single crystal ingot under the following conditions: 

(a) V/G value from a crystal center position to a crystal outer periphery position = 0.16 - 0 18 mitfrc • min 

(b) G outer / G center < 1.10, where V (mm/min) is a pulling speed in the Czochralski method G (°C/mm) is 
an average value of an in-crystal temperature gradient in a pulling axis direction within a temperature range 
from a silicon melting point to 1350°C, G outer is a G value on an outer surface of the crystal and G center 
is a G value at the center of the crystal. 

The method for producing a silicon single crystal ingot according to Claim I, characterized in that said conditions 
(a) and (b) are adjusted by changing a distance between a heat shielding element equipped in a Czochralski 
method-based silicon single crystal production device and silicon melt. 

The method for producing a silicon single crystal ingot according to Claim 1 or Claim 2, characterized in that said 
conditions (a) and (b) are adjusted by changing the pulling speed of the silicon single crystal ingot when the silicon 
single crystal ingot is produced by the Czochralski method. 
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4. A silicon single crystal wafer with decreased grown-in defects, which is obtained from said silicon single crystal 
ingot according to one of Claims 1 to 3. 

5. A silicon perfect single crystal wafer free from grown-in defects, which is obtained from said silicon single crystal 
ingot according to one of Claims 1 to 3. 

6. A method of producing a silicon single crystal ingot, characterized in that the silicon single crystal ingot is produced 
while adjusting a distance between a heat shielding element equipped in a Czochralski method-based silicon single 
crystal production device and silicon melt. 



7. A Czochralski method-based silicon single crystal production device, comprising, in a closed container, a crucible 
element which stores silicon melt, rotates and is vertically driven, a pulling element for pulling a silicon single crystal 
ingot, while rotating, from said silicon melt, a heating element for heating said crucible, element and a heat shielding 
element for shielding radiating heat from said heating element, 

15 characterized in that a drive mechanism for moving said heat shielding element is equipped for changing 

an in-crystal temperature gradient in a pulling axis direction of the silicon single crystal ingot. 

8. A method for obtaining an effect equivalent to changing a pulling speed of a silicon single crystal ingot by a Czo- 
chralski method by adjusting a distance between a heat shielding element equipped in a Czochralski method- 

20 based silicon single crystal production device and silicon melt. 

9. A heat treating method for a silicon single crystal wafer related to a perfect crystal produced by a Czochralski 
method, characterized in that a heat treatment temperature at the initial entry of the silicon single crystal wafer 
to bo a target of the heat treatment is 500°C or less, and a temperature ramping rate in a temperature range from 

25 the heat treatment temperature at initial entry to an ultimate temperature set in a range of "700°C - 900°C" is set 

to 1*C/min or less. 

10. A heat treating method for a silicon single crystal wafer related to a perfect crystal produced by a Czochralski 
method, characterized in that a heat treatment temperature at the initial entry of the silicon single crystal wafer 

30 to be a target of the heat treatment is 500°C or less, and a temperature ramping rate in a temperature range from 

the heat treatment temperature at initial entry to an ultimate temperature set in a range of V00°C - 900°C" is set 
to 1 °C/min or less, so as to uniform the distribution of an oxide precipitate density of the silicon single crystal wafer 
after heat treatment. 

35 11. A heat treating method for a silicon single crystal wafer related to a perfect crystal produced by a Czochralski 
method, characterized in that a heat treatment temperature at the initial entry of the silicon single crystal wafer 
to be a target of the heat treatment and a temperature ramping rate from the heat treatment temperature at initial 
entry to an ultimate temperature set in a range of ,, 700°C-900°C" are adjusted so as to adjust the distribution of 
an oxide precipitate density of the silicon single crystal wafer after heat treatment. 

40 

12. The method according to Claim 9, characterized in that the oxygen concentration of the perfect crystal is 13 x 
10 17 atoms/cm 3 or less. 

13. A silicon single crystal wafer produced by the method according to Claim 12. 

45 

1 4. A method for controlling a Czochralski method- (hereafter CZ method) based single crystal ingot production device 
comprising a cooler for cooling a predetermined location of a single crystal ingot being pulled from melt (hereafter 
single crystal pulling ingot), 

characterized in that when a tail of said single crystal pulling ingot is formed, the power consumption of the 
50 single crystal ingot production device is decreased by moving said cooler away from the solid-liquid interface 

between said single crystal ingot and said melt. 

1 5. A method for controlling a Czochralski method- (hereafter CZ method) based single crystal ingot production device 
where a single crystal ingot is pulled from melt in a heated crucible, said CZ method-based single crystal ingot 

55 production device comprising a cooler in a furnace for cooling a predetermined location of a single crystal ingot 

being pulled, 

characterized in that a production time of a single crystal ingot is decreased by moving said cooler and the 
crucible for which heating is over closer to each other after pulling said single crystal ingot out of said melt. 
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16. The method according to Claim 15, characterized in that said single crystal ingot is a single crystal ingot which 
includes a portion of a perfect crystal. 

17. A Czochralski method- (hereafter CZ method) based single crystal ingot production device, comprising a cooler 
in a furnace, for cooling a predetermined location of a single crystal ingot being pulled from melt in a heated crucible 
(hereafter single crystal pulling ingot), 

characterized in that said cooler is raised to move said cooler away from a solid-liquid interface between 
said single crystal ingot and said melt when a tail of said single crystal pulling ingot is formed. 

A Czochralski method- (hereafter CZ method) based single crystal ingot production device comprising a cooler 
in a furnace, for cooling a predetermined location of a single crystal ingot being pulled from melt in a heated crucible' 
characterized in that said cooler is lowered to cool the crucible for which heating is over after pullinq said 
single crystal ingot out of said melt. 

19. The CZ method-based single crystal ingot production device according to Claim 18, characterized in that the 
cooler is lowered to inside said crucible. 

20. A Czochralski method- (hereafter CZ method) based single crystal ingot production device comprising a cooler 
in a furnace, for cooling a predetermined location of a single crystal ingot being pulled from melt in a heated crucible' 

characterized in that said crucible is raised to cool said crucible by moving said cooler and the crucible for 
which heating is over closer to each other after pulling said single crystal ingot out of said melt. 

A Czochralski method- (hereafter CZ method) based single crystal ingot production device comprising a cooler 
in a furnace, for cooling a predetermined location of a single crystal ingot being pulled from melt in a heated crucible 
(hereafter single crystal pulling ingot), 

characterized in that, when a tail of said single crystal pulling ingot is formed, said cooler is raised to move 
said cooler away from a solid-liquid interface between said single crystal ingot and said melt and said cooler is 
also lowered to cool the crucible for which heating is over after pulling said single crystal ingot out of said melt. 

A method for producing a single crystal ingot using a Czochralski method- (hereafter CZ method) based single 
crystal ingot production device comprising a cooler, in a furnace, for cooling a predetermined location of a single 
crystal ingot being pulled from melt in a heated crucible (hereafter single crystal pulling ingot), characterized in 
that a size of a diameter of said single crystal pulling ingot is adjusted by changing a distance of said cooler from 
a solid-liquid interface between said single crystal ingot and said melt. 

The CZ method-based single crystal ingot production device according to one of Claims 17 to 21 , characterized 
in that said single crystal ingot is a single crystal ingot, including a portion of a perfect crystal. 
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